TABLE 1 - DETAILS OF SPLITTING TESTS - SERIES A

Specimen Number
	Concrete Strength*
 (psi)
	Amount of Wall Reinforcement
 (in.2)
	Size of Welded Wire Fabric**
	Number of Wires

A-l
	5040
	0
	0
	0

A-2
	4910
	0.041
	6x6 - W2.1xW2.1
	2

A-7
	5040
	0.082
	6x6 - W2.1xW2.1
	4

A-3
	5040
	0.116
	6x6 - W2.9xW2.9
	4

A-4
	4910
	0.144
	6x6 - W2.UW2.1
	7

A-5
	4910
	0.227
	6x6 - W2.1xW2.1
	11

A-6
	4910
	0.309
	6x6 - W2.1xW2.1
	15

*Average compressive strength measured on six 6xl2-in. cylinders.

**6x6-in. mesh with W2.1 and W2.9 wires corresponds to diameters of
0.162 and 0.192 in., respectively.

Metric equivalents:

1 psi    = 6.89 kPa
1 in.    = 25.4 mm

Controlled test variables were:

(a)    strength of grout in the joint,

(b)    amount of transverse wall reinforcement,  and

(c)    filled or unfilled slab cores.

Grout strength, amount of wall reinforcement and other details for
different interior joint tests are given in Table 2.

2.1.4    Series E - Exterior Joint Tests

Details of exterior joint test specimens are shown in Fig. 4. Five
full-scale tests were conducted. Controlled variables included in
the test program were similar to those for interior joints. The
test setup is illustrated in Fig. 8. The layout of instrumentation
was similar to the interior joints.

Grout  strength,  amount of wall   reinforcement  and  other   det<
exterior joints are given in Table 3.
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